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but it does not alter the type of sliver, and for this
reason, and still more from its inability to get a good
tear from short fine wools, the Lister can never rank
on an equality with a Noble comb, except for qualities
of great and uniform length which are straight and not
too full of noil knots.
If the machine has its weak points, no one can deny
that it has its good ones, for when once set properly
for suitable material, it will do good work and plenty
of it, needing only a reasonable amount of attention.
It costs little in repairs or in renewals of circles, fallers,
leathers, and brushes. For short wools it has been
supplanted by Noble's, but it still holds its own for
long wools, and especially for mohairs and camel hairs,
where heavy iioiling ceases to be a disadvantage, and
is sometimes positively desirable.